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(54) Optical disc 

(57) An optical disc having a transparent substrate 
1, being recordable with a signal(s) by inadiating 
reconjing light at the side of the transparent substrate 1 
thereof, comprises a cover sheet 6 being attached on 
the transparent substrate 1 at a surface side br inci- 
dence of recording light and reproducing light in 
detachable manner, wherein the stretching rate of the 
cover sheet 6 s selected to be equal or less than 200%. 
Further, the thermal contraction rate of the cover sheet 
6 is selected to be equal or less than 1.5%, and the 
lx>nding force thereof onto a surface of the transparent 
substrate 1 per 25 mm width to be from 10 g/25 mm 
width to 300 g/25 mm width. Thereby, the cun^e on the 
optical disc can be suppressed, if it is attached with the 
cover sheet 6 on the surface of the transparent sub- 
strate 1 thereof. 



Fig. 2 
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Description 

1 . BACKGROUND OF THE INVENTION 

FIELD OF THE INVENTION 5 

[0001] The present invention relates to a recordable 
optical disc on to which signals can be recorded by irra- 
diating recording tight from the transparent substrate 
side thereof, and in particular to an optical disc, on the io 
surface of which is adhered with a cover sheet, at the 
transparent substrate side thereof, i.e., a light irradiation 
or incident surface. 

2. DESCRIPTION OF PRIOR ART is 

[0002] Optical discs, such as a compact disc (i.e., CD) 
used as a medium for use in music and a CD-ROM used 
as a medium mainly for use in a computer and so on, 
both of which are available on a market, are media of 20 
read only (i.e., it is only possible to read out the signal or 
information from them). On such the read only optical 
discs, ordinary, signals are recorded by forming so- 
called pits of concave and/or convex shapes on a sur- 
face of the above transparent sutistrate, with use of a ss 
pattern or mold which can be obtained through an elec- 
tric casting process or press process, etc., when form- 
ing the transparent substrate from polycarbonate or the 
like. With such the optical disc, however it is impossible 
for a user to record information by him/herself. so 
[0003] On the contrary to this, from the end of 1 980's 
isJha,beginau3aAia^ 

Ul IwC; lyfJC \T.C*, tj WaouwvCli^JCCI^ 'VVrllulf i;/TlJimJni^i;P'™*^ 

ble and compatible with the above CD. With this CD-R, 
ordinary, it is shipped without recording the signals ther- 35 
eon, and the user can record an arbitrary information on 
it at his/her desire only once. Thereby, it is possible for 
the user to obtain a copy or reproduce of the CD or CD- 
ROM on which the arbitrary information is recorded, and 
which is compatible with such the CD or CD-ROM, with 40 
a relatively low cost. 

[0004] Ordinary, such the CD-R is formed with a disc- 
like transparent sutsstrate of a transparent synthetic 
resin, of such as polycarbonate or the like, on which is 
formed a recording layer of coloring matter or pigment, 45 
such as cyanine pigment. And further thereon, there is 
attached a metal reflection layer of such as Au film, on 
which is further provided a protection layer of ultraviolet 
curing resin. On the side surface of the above transpar- 
ent substrate on which the pigment recording layer is so 
formed, there is provided a tracking guide of a spiral 
shape, having a pitch of 1 .6 pm for example. 
[0005] When recording the signal onto such the CD- 
R, a spot of recording light ray being pulse-modulated is 
irradiated onto the pigment recording layer, while track- 55 
ing the spot of the recording light ray onto the tracking 
guide, which is irradiated from an optical pickup through 
the transparent substrate onto the pigment recording 



layer, thereby writing the pulse signal as the pits onto it. 
In fhis instance, the pigment material of the pigment 
recording layer being heated to be melt and partially 
decomposed corresponding to the pulse signal interacts 
with the resin material of the transparent substrate 
being heated and melt, mutually, thereby forming Vne 
pits on the transparent substrate. With this, desired 
information signal which can be read out in the same 
manner as in the CD and the CD-ROM can be written 
onto it. 

[0006] With this CD-ROM, it is possible to obtain an 
optical disc, on which the information being completely 
compatible with the CD and the CD-ROM can be 
recorded with ease on a desk-top environment, without 
large-scaled manufacturing fadlities nor complicated 
manufacturing processes which are used in the manu- 
facturing processes of such as the CD and the CD-ROM 
for use of read only 

[0007] The transparent substrate of the optical disc is 
easily attached with dusts on the light incident surface 
due to the static electricity generated thereon, since it is 
made of the synthetic resin, such as polycarbonate or 
the like, and is easily scratched when receiving friction 
with hard things or shocks on it. As mentioned previ- 
ously, the dusts and/or the scratches attached upon the 
light incident surface of the transparent substrate dis- 
turbs the incidence of the laser light, thereby greatly 
deteriorating the characteristics, in particular in the wir- 
ing characteristic thereof. 

[0008] For dissolving the above-mentioned problem, 
in accordance with the conventional optical disc, a 
detachable coyer shegt is attac hed upon the surface of 

and the reproducing light are incident, so as to protect 
the surface of the transparent surface. For exanple, 
with the disc on which the cover sheet of transparent is 
attached, the recording and the reproducing are possi- 
ble with attaching the cover sheet upon the surface of 
the transparent substrate. While in a case where it is 
attached with a colored sheet, which has an effect of 
cutting off the light of the light sensitive wavelength 
region of the pigment recording layer or which is opaque 
or non-transparent, it has also an effect of protecting 
from the deterioration of the pigment recording layer 
due to the natural light, etc. Further, with the cover sheet 
containing anti-static agent therein, it is possible to pro- 
tect from adhesion of tfte duct due to the static electric- 
ity. In this manner, with attaching the cover sheet upon 
the surface of the transparent substrate of the recorda- 
ble optical disc such as the CD-R or the like, there can 
be obtained various advantages. 
[0009] While, with attaching the cover sheet upon the 
surface of the transparent substrate, however, there 
also can be caused disadvantages. A representative 
exanple of the disadvarrtages is a curve or warp of the 
optical disc. For instance, according to a so-called 
Orange Book which describes a standard for the CD-R, 
an allowable maximum angle of curve for the disc is 
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determined to be equal or less flian 0.6 deg. if the opti- 
cal dec is oirved with attaching the cover sheet on It. 
and if the curved angle exceeds that of the standard, it 
may causes recording error and/or reproducing error. 

SUMMARY OF THE INVENTION 



[001 0] An object is, according to the present invention, 
for dissolving the drawbacks in the conventional optical 
disc attached with tine cover sheet as mentioned above, 
to provide an optical disc attached wrtth a cover sheet on 
the surface of a transparent subsfrate thereof, but being 
haidly occurred the curve thereon. 
[001 1 1 For achieving the atrave-mentioned object, as 
a result of investigation by the inventors of the present 
invention, as one of the causes of occurring the curve in 
the optical disc can be listed the shrinkage or contrac- 
tion of the sheet material due to change with the pas- 
sage of time. Accordingly, it is necessary to use the 
cover sheet made of the material showing as small 
change as possible with the passage of time, for making 
the curve of the optical disc small. As the result of inves- 
tigating this respect in more detail, it is noted and found 
that, the smaller in a tensile elongation or stretch rale of 
the sheet material, the smaller in the curve of the optical 
disc due to the change with the passage of time. Then, 
the stretch rate of the cover sheet 6 which is attached 
onto the transparent substrate 1 of the optical disc is 
selected to be equal or less than 200%. Further, it ts 
also noticed that the smaller in heat or thermal contrac- 
tion rate of the sheet material, ttie smaller in the curve 
of the optical disc due to the change writh the passage of 
time. Then, ttie thermal contraction rate of ttie cover 
sheet 6 which is attached onto the transparent substrate 
1 of ttie optical disc is selected to be equal or less ttian 
1 5%. Furthermore, H is also noticed that, ttie smaller in 
bonding force of the cover sheet 6 onto the transparent 
substrate 1, the smaller in the curve of the optical disc 
due to the change of ttie material of ttie cover sheet 6 
witti ttie passage of time. Then, the bonding force of ttie 
cover sheet 6 onto ttie surface of tiie transparent sub- 
strate 1 per a widtti of 25 mm is selected to be from 10 
g/25mm width up to 300 g/25mm widtii. 
[001 2] An optical disc, according to ttie present inven- 
tion being recordable witti signals by irradiation of 
recording light from a side of transparent substrate 
thereof, comprises a cover sheet being provided on ttie 
transparent substrate 1 at a surface side ttiereof for inci- 
dence of recording light and reproducing light of, in 
detachable manner, and wherein a stretch rate of the 
cover sheet 6 is equal to or less ttian 200%. 
[00131 The smaller in the stretch rate of tfie cover 
sheet 6 the better, however, there is no material which 
shows the stretch rate of zero (0). Therefore, it is impos- 
sible to determine ttie lower limit of ttie sttetch rate par- 
ticularly or definitively. Also, ttie above-mentioned upper 
limit in ttie stretch rate of tiie cover sh et 6 is so 
selected ttiat ttie curve of ttie optical disc does not 



exceed 0.6 deg. being determined for ttie CD-R. when it 
is attached with ttie cover sheet 6 and is conducted by 
an environment test under a predetermined condition 
virtiich wrill be mentioned later. 
5 [0014] Further, here ttie ttiermalcontractiwi rate of ttie 
cover sheet 6 is selected to be equal or less than 1 .5%. 
Also, ttie smaller in ttie ttiermal conti-action rate of tiie 
cover sheet 6, tiie better, however, there is no material 
which shows the ttiermal contraction rate of zero (0). 
TO Therefore, it is impossible to determine the lower limit of 
ttie thermal contraction rate particularly or definitively 
And also, tiie above-mentioned upper limit in the ttier- 
mal contraction rate of ttie cover sheet 6 is so selected 
that ttie curve of ttie optical disc does not exceed 0.6 
15 deg. being determined for the CD-R, when the optical 
disc is attached witti the cover sheet 6 and is conducted 
by ttie environment test under the predetern^ned condi- 
tion which wrill be mentioned later. 
[001 5] Furttier. tiie branding force of ttie cover sheet 6 
20 onto ttie surface of ttie transparent substi-ate 1 is 
selected to be from 10 g/25mm widtti to 300 gC5mm 
widtti. If ttie bonding force of ttie cover sheet 6 onto ttie 
transparent substrate 1 is too strong, the transparent 
substrate 1 is bent or curved due to tiie shrinkage of ttie 
25 cover sheet 6 with ttie passage of time, ther^y causing 
ttie curve. The upper limit in ttie above-mentioned bond- 
ing force of the cover sheet 6 is so selected that ttie 
curve of ttie optical disc does not exceed 0.6 deg. being 
determined for ttie CD-R. when ttie optical disc is 
30 attached witti ttie cover sheet 6 and is conducted by ttie 
environment test under ttie predetermined condition 
which will be mentioned later. Moreover. H the bonding 
force of ttie cover sheet 6 is too sti-ong. ttie adhesive is 
easily remained from ttie surface of tiie transparent sub- 
35 Strata 1 . and it dims the surface of ttie ttansparent sub- 
strate 1. Such the dim induces errors in the recording or 
reproducing operations. The upper limit of ttie above 
bonding force is almost coincident witii ttie upper limit, 
at which the dim does not occurs. On ttie contrary, if ttie 
40 adhesive is too weak, ttie cover sheet 6 is automatically 
removed by itself from ttie surface of ttie ttansparent 
substtate 1 . ttiereby performing no function being inher- 
ent as the cover sheet 6. Accordingly, ttie lower limit of 
ttie bonding force is so determined ttiat ttie cover sheet 
4s 6 can perform ttie inherent function thereof at ttie mini- 
mum. . 
[0016] It is also eRective to form tiie fine wrinkles of 
convex and/or concave shape on ttie cover sheet 6 and 
attach It onto ttie surface of ttie ttansparent substrate 1 . 
so The wrinkles reduce ttie bonding force onto the surface 
of the ttansparent substtate 1. as well as absort) ttie 
extension or shrinkage of ttie cover sheet 6 due to ttie 
change with ttie passage of time ttierewitti. so as to pre- 
vent it from reaching up to ttie ttansparent substrate 1 . 
S5 Therefore, no sttess occurs in ttie ttansparent substrate 
1 f flowing the change of ttie cover sheet 6 witti the pas- 
sage of time, thereby preventing ttie transparent sub- 
strate 1 from ttie curve due to ttie bending ttiereof. 
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[001 7] However, the thickness of the cover sheet 6 is 
selected to be from 10 iim up to 1,000 fim. This is 
because, if the cover sheet is too tiiin, the strength of 
the sheet itself is weaken, thereb/ making the handling 
of it difficult, i.e., crinkle or crumple is easily occurs 
when it is adhered onto the transparent substrate 1. 
Wile, (f it is too thick, it becomes a cause of increasing 
the stress occurring in the transparent sut)strate due to 
the deformation which follows the thermal contraction of 
the cover sheet 6 and scusn. 
[001 8] As is mentioned in the above, according to the 
present invention, it is possible to prevent from occur- 
ring the curve in the optical disc, following the change of 
the cover sheet 6 with the passage of time, thereby ena- 
bling protection of the optical disc in advance from the 
curve thereof when it is attached with the cover sheet on 
the surface of the transparent substrate 1 thereof. 

BRIEF DESCRIPTION OF DRAWAINGS 



[0019] 



Fig. 1 shows a perspective view of a transparent 
substrate of the optical disc according to the 
present invention, removing a cover sheet partially 
from the surtece thereof and seeing from the side of 
the substrate; 

Fig. 2 shows an enlarged perspective view of the 
transparent substrate including the section \^ews 
thereof, removing the cover sheet and seeing from 
a protection layer side thereof; 
FicL 3, shOM^ a vertical cross section view of the 



Rg. 4 shows a perspective view from the transpar- 
ent substrate side of the optical disc according to 3s 
the present invention, for showing a method of 
measuring bonding force of the cover sheet per a 
width of 25 mm thereof; and 
Fig. 5 shows a perspective view of an another 
embodiment of the optical disc according to the 40 
present invention, seeing from the transparent sub- 
strate side thereof. 

DETAILED DESCRIPTION OF PREFERRED Efy^BOD- 
IMENTS 45 

[0020] Hereinafter, embodiments according to the 
present invention will be fully explained by referring to 
the attached drawings. 

[0021 ] As a transparent substrate 1 is used a disc-like so 
synthetic resin substrate, sudi as a polycarbonate sub- 
strate formed with an injection mold method. The trans- 
parent substrate 1 is a disc of a shape of donuts, having 
sizes, for exanple. a thickness 1.2 mm, an outer diame- 
ter 1 20 mm 0 an inner diameter 1 5 mm 0. The bore of ss 
the diameter of 15 mm 0 formed in the center of the 
transparent substrate 1 is a so-called a clamping bore 5 
for positioning it onto a spindle for rotating the optical 



disc in a recording and/or reproducing apparatus tor the 
optical disc. The area or region from 26 mm 0 up to 33 
mm 0 at the outside of the clamping bore 5 is a so- 
called clamping area at which the spindle for rotating 
5 the optical disc clamps it. 

[0022] The transparent substrate 1 has a tracking 
guide on one side surface thereof. For instance, tiie 
area or region from 46 mm 0 ip to 117 mm 0 in the 
diameter on the one side surface of the transparent sub- 
to sfa'ate 1 is a signal recording area. In which is formed a 
pre-groove of the spiral shape, having a width 0.8 ^m, a 
depth 0.08 jim,-a pitch 1.6 jim. as shown in Figs. 2 and 
3. 

[0023] Dissolving a coloring matter, such as cyanine 
15 pigment etc., into an organic solvent for example, it is 
coated onto the area from 45 mm 0 up to 1 18 mm 0 in 
the diameter on the surface of the above-mentioned 
transparent substrate 1, by means of a spin coat 
method or the like, and is hardened so as to form the 
so pigment recording layer 2 as shown in Figs. 2 and 3. For 
example, 0.65 g of 1,1 dibutyl 3.3'3' tetramethyl 4,5.4'5' 
dibenzoid-dicarbocyanine-parchlorate ( Nippon-Kannk- 
ousikiso Co., Ltd., Product No. NK3219} is dissolved 
into 10 ml of diacetone alcohol solvent. This is coated 
25 onto the surface of the above transparent substrate 1 
also with the spin coat method, thereby forming the pig- 
ment recording layer 2 of the thickness 130 nm. 
[0024] Next, upon a whole surface of the area from 45 
mm 0 up to 118 mm 0 in the diameter of the disc is 
30 formed such as Au film layer of thickness of 70 nm with 
a vacuum evaporation method, tfiereby forming a reflec- 
tion layer 3 as shown in Figs. 2 and 3. On the reflection 



coat method, and then it is cured by irradiation of the 
ultravtolet ray. on it, thereby forming a protection layer 4 
of the tiiickness of 10 fxm. 

[0025] Further, a thin cover sheet 6 of polyprene is 
prepared by coating with adhesive on one side surface 
thereof, and it is attached onto the surface of tiie above 
ti'ansparent substrate 1 at the adhesive surface on 
which the adhesive is coated. As the material of the 
cover sheet 6 is listed acrylic pol^miers, which can be 
obtained by using at least one or more kinds of momom- 
ers being selected from, such as, ionomer resin, ethyl- 
ene-vinyl chloride copolymer resin, etiiylene vinyl 
acetate copolymer, ethylene vinyl acetate-vinyl chloride 
copolymer graft copolymer resin, vinyliden chloride 
resin, vinyl chloride resin, vinyl acetate resin, phenoxy 
resin, butadiene resin, polyacetal, polyamid (nylon), 
polyamidoimide, poiyarylate, thermoplastic polyimide, 
polyetherimide, polyethylene, polyethylene terephtha- 
late (PET), polycarbonate, polystyrene, polyvinyl alco- 
hol (PVA), polyphenylene ether, polybutylene 
terephthalate, polymetiiylpentene. etiiylenevinyl alco- 
hol, etc., or further using polymer in appropriate. The 
polymer can be formed in a film, or also can be coated 
on the transparent substrate 1 after forming acrylic 
adhesive layer thereon, so as to form the cover sheet 6 
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by drying it 

[00261 As adhesive for attaching the cover sheet 6 on 
the surface of the transparent substrate 1 . acrylic adhe- 
sive is used, which is considerably wreak in bonding 
force corrparing to general adhesives. From a view 
point that the cover sheet 6 can be exfoliated or 
removed from the sirface of the transparent substrate 1 
without causing a phenomenon of remaining the adhe- 
sive on it. as well as for preventing from floating ttiereof, 
the bonding force should be from 1 g/ZS mm to 1 00 g/25 
mm. and more preferably to be from 1 g/25 mm to 30 
g/25 mm. /Vnd. the thickness of the adhesive layer 
should be from 1 jim to 50 jim. and more preferably to 
be from 5 (im to 20 |im. 

[0027] As the acrylic adhesives can be listed one, 
which is made of composition mainly contains a main 
monomer as a component to soften by decreasing glass 
transition point (Tg is preferable to be equal or less than 
1 00 "C), a small amount of comonomer as a component 
to improve adhesiveness and cohesive force by increas- 
ing the glass transition point (Tg is preferable to be 
wrthin a range from 150 °C to 250 "C). and further 
acrylic copolymer having monomer containing func- 
tional group in copolymerization component for improv- 
ing on bridge and adhesiveness, and H can be made of 
a synthetic such as acrylic acid ester. As the above- 
mentioned main monomer can be ethylacrylate (Tg: -22 
•C). butylacrylate (Tg: -55 "C). 2-ethylhexylacrylate (T g: 
-70 "C), etc. As the above-mentioned comonomer, there 
can be listed up vinyl acetate, acrylonitrile (Tg: 97 "C), 
acrylamide (Tg: 165 'C). styrene (Tg: 80 "C), methyl- 
methacrylate (Tg: 105 "C). methylacrylate (Tg: 8 "C), 
etc. As the above-mentioned fonctional monomer can 
be listed up unsaturated monobasic acid, such as meth- 
acrylic acid (Tg: 228 "C). acrylic acid (Tg: 106 "C). etc.. 
unsaturated dibasic acid such as itaconic acid (bridging 
base point), hydroxyethyl methacrylate (Tg: 55 'C, 86 
•C), hydroxypropyl methacrylate (Tg: 76 'C), dimethyl- 
aminoethyl methacrylate (Tg: 13 "C). acrylamide (Tg: 
165 "C), meteororacrylamide (self-bridging), glycidyl 
methacrylate (bridging base point), maleic anhydride 
(adhesiveness, bridging base point), etc. The Tg indi- 
cates the glass transition point of these polymers. 
[00281 With tiie acrylic copolymer obtained from those 
monomers, it is preferaWe that the main monomer is 
contained to be equal or less than 35 wt% and that the 
monomor containing the functional group therein to be 
from 1 5 wt% up to 3 wt%. and for polymerization, a rad- 
ical polymerization starter is added to those, such as 
benzoyl peroxide, azobisisobutyroonitrile, etc. More 
preferably to those is further added polyamine, polyiso- 
cyanate. polyol. etc., to bridge. For the acrylic copoly- 
mer it is preferable to be from 600,000 to 900.000 m 
average molecular weight before the bridging thereof, 
and is also preferable that the polymerization compo- 
nent with the main monomer occupies at least 50 % 
therein The average molecular weight range and the 
composition mentioned above are preferable to obtain a 



desired property with the adhesive. 
[00291 Polymerization ratio of the main monomer can 
be calcailated from the composition rate and polymeri- 
zation ratio of the monomer. Ih more detail, a composi- 
5 tion of copolymer, obtained by mixing 50 to 30 weight 
portion of alkyi acrylate ester or alkyi methacrylate ester 
(caibon number 4 to 12). 50 to 20 weight portion of vinyl 
acetate or short-chained alkyi acrylate ester or alkyi 
methacrylate ester (carlxin number 1 to 4). and 1 to 6 
10 weight portion of maleic acid, is polymerized under 
nitrogen atmosphere in a single solvent of toruene, ben- 
zene, or ethyle acetate, or in a mixture thereof (from 80 
to 60 portfon to the total copolymer from 20 to 40 por- 
tion), containing therein the radical starter, such asben- 
15 zoyi peroxide, azobisisobutyroonitrile, under a 
temperature from 60 "C to 70 'C. After polymerization, 
an equivalent from 0.01 to 3.0 of polyol. polyamine or 
polyisocianate with respect to the maleic anhydride con- 
tained in the copolymer is added into the solvent of 
20 adhesive, for the bridging. Thereby is dJtained adhreive 
which is superior in heat resistance. 
[0030] The cover sheet 6 is adhered with the bonding 
force of the adhesive surface onto the surface of the 
transparent substrate, i.e., onto a light incident surface, 
25 thereby covering the surface. However, as shown in Rg. 
1. by drawing up the cover sheet 6 at the edges thereof 
from the light incident surface 5 of the transparent sub- 
strate 1 . It is easily possible to remove or detach it. The 
cover sheet 6 shown in the figure has a rip-like tiii 7 
30 which is formed extending outside the transparent sub- 
strate 1 . therefore it can be easily removed or detached 
from the surface of the transparent substrate 1 by pick- 
ing up the tub 7. The cover sheet 6 removed or 
detached from the surface of the transparent substrate 
35 1 can be disposed, so as to be renewed or re-covered 
wHh an another new cover sheet 6 to be attached 

thereof. , „ ... 

[0031] However, in Fig. 3. a reference numeral 9 indi- 
cate ttie adhesive layer of the cover sheet 6. 
40 [0032] Here, a stretch or tensile elongation rate of the 
cover sheet 6 which is attached on the surface of the 
transparent substrate 1 is selected to be equal or less 
than 200%. More preferably, the stretch rate of the cover 
sheet 6 should be kept to be equal or less than 120%. 
45 The stretch rate of the cover sheet 6. of course depend- 
ing upon the material which forms the cover sheet, how- 
ever it IS not determined evenly nor uniforn^y 
depending only on the material thereof. Since the 
stretch rate of the cover sheet 6 also depends on the 
so degree of polymerization and the density of the syn- 
thetic resin forming the cover sheet 6, it differs for each 
of the cover sheets 6 even when they are formed from 
the same material. Accordingly, the stretch rate of the 
cover sheet 6 must be confirmed or checked by meas- 
55 uring it on test piec s which are produced under the 
same condition as the actual cover sheet 6. 
[00331 The stretch rate of the cover sheet 6 is meas- 
. ured in accordance with JIS K 7127 (tensile test). Using 
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a test piece of the length 150 mm and the width 15 mm, 
the test piece is stretched or pulled at the both ends 
thereof at a velocity of 200 mm/min. to be broken, under 
the condition of the temperature 23 ±2 °C and the 
humidity 50 ±5 %RH. In this instance, comparing the 5 
distances between standard lines which are previously 
marked on the test piece, before and after the stretch or 
tensile test, and the difference between them is the 
stretch rate. Namely, assuming that the distance 
between the standard lines at the maximum load is L w 
and the distance between the standard lines before the 
stretching is LO. the stretch rate is equal to (L-Lo)/Lo (%) 
{=(L-Lo)/L<,{%)). 

[0034] Further, a heat or themnal contraction or shrink- 
age rate of the cover sheet 6 which is attached onto the is 
surface of the transparent substrate 1 is selected to be 
equal or less than 1 .5%. The thermal corttraction rate of 
the cover sheet 6 also depends on the material forming 
it, but it is not determined evenly nor uniformly only 
deperwding thereon. Since the thermal contraction rate 20 
of the cover sheet 6 also depends on the degree of 
polymerization and the density of the synthetic resin 
forming the cover sheet 6, it differs for each of the cover 
sheets 6 even when they are formed from the same 
material. Accordingly, the thermal contraction ratio of 2S 
the cover sheet 6 also must be confirmed or checked by 
measuring it on test pieces which are produced under 
the same condition as the actual cover sheet 6. 
[0035] The thermal contraction ratio of the cover sheet 
6 is measured in accordance with JIS K 6734. Using a so 
test piece of sizes 120mnnx120mm, standard points are 



positioned horizontally, it is heated at the temperature 
80 ±2 °C for ten (10) minutes, and thereafter it is ss 
returned into a normal temperature (i.e.. a room temper- 
ature). Comparing the distances between standard 
points on the test piece, before and after the heating, 
the difference between them is the thermal contraction 
rate. Namely, assuming that the distance between the 40 
standard points after the heating Is I and that the dis- 
tance between the standard points before the heating Is 
lo=100mm, the thermal contraction rate is equal to (I- 
lo)/lo(%)(=(No)/io(%)). 

[0036] Further, bonding force of the above cover sheet « 
6 onto the transparent substrate 1 per the width of 25 
mm is selected to be from 10 g/25 mm width up to 
300g/25 mm width. The reason of suppressing the 
bonding force of the cover sheet 6 being equal or less 
than 300 g/25 mm width is for the purpose of buffering so 
the stress transmission onto the transparent substrate 1 
due to the contraction or shrinkage of the cover sheet 
following a change with the passage of time. However, if 
the bonding force of the cover sheet 6 is too small, it is 
easily exfoliated or detached!, then it looses the function 55 
as the cover sheet 6. Therefore, the bonding force of the 
cover sheet 6 onto the transparent substrate 1 per the 
width of 25 mm must be equal or greater than 10 g/25 



mm width. 

[0037] The bonding force of the cover sheet 6 onto the 
transparent substrate 1 per the width of 25 mm is meas- 
ured as shown in Fig. 4. The cover sheet 6 is cut with 
the width 25 mm, and the cut portion of the width 25 mm 
is risen up and turned at an angle 180( with respect to 
the surface of the transparent substrate 1 , and it is exfo- 
liated at the angle of 180 ° ( with respect to the surface 
of the transparent substrate 1 as shown by an arrow. 
The bonding force per the width of 25 mm is measured 
by the exfoliating load applied thereto in that instance. 
[0038] The bonding force, since it depends on not only 
the characteristics of the adhesive of the cover sheet 6 
but also on surface condition of the transparent sub- 
strate 1 , it nrojst be confirmed or checked by a result of 
measuring on actual samples thereof. 
[0039] Further, the cover sheet 6 is selected to be 
from 10 nm up to 1,000 nm in the thickness thereof. 
More preferably, it should be around from 50 |im up to 
200 tim in the thickness thereof. If the cover sheet 6 is 
too thin, the change with the passage of time come to 
be large, while if it is too thick, it comes to be a cause of 
generating a large stress in the transparent substrate 
following the thermal contraction of the cover sheet 6. 
[0040] In the manufacturing process of the CD-R, nor- 
mally, such the cover sheet 6 is attached on the surface 
of the transparent substrate 1 in the following manner. 
First, the optical disc as mentioned in the above is posi- 
tioned on a stage turning the side surface of the trans- 
parent substrate 1 upside, and the sheet cover 6 is also 
positioned on a separate stage. On each of the stages, 
thgr^^t prcjvigled a plurality suc tion holes, therefore by 

uum), the optical disc and the cover sheet 6 are held on 
the stages, respectively. The stage holding the cover 
sheet 6 is turned over and is faced with the transparent 
substrate 1 of the above optical disc which is held on the 
separate stage. Thereafter, the stage holding the cover 
sheet 6 is descended down so as to position the cover 
sheet 6 onto the transparent substrate 1 of the optical 
disc, and then the suction by means of the suction holes 
is stopped. Further, releasing the cover sheet 6 from the 
stage while stopping it down by means of a roller, and 
thereafter it is pressed as a whole. With this, the air lying 
between the cover sheet 6 and the surface of the trans- 
parent substrate 1 is removed, and at the same time the 
cover sheet 6 is attached onto the surface of the trans- 
parent substrate 1 . Thereby, the optical disc as shown in 
Fig. 1 is completed. 

[0041] Next, explaining an example shown in Fig. 5, 
the cover sheet 6 is treated with the crimp process so as 
to form fine wrinkles or lines in convex and/or concave 
shapes on it, in this example. With this, the cover sheet 
6 can be prohibited from being totally adhered onto the 
surface of the transparent substrate 1 of the optical disc 
as a whole. By doing so, in (^articular with the wrinkles, 
they reduce the bonding force of the cover sheet 6 onto 
the surface of the transparent substrate 1 , and they also 
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absorb the contraction or expansion of the cover sheet 
6 due to the change with the passage of time not to 
reach the transparent substrate 1. Accordingly, the 
stresses hardly occur in the transparent substrate 1 . fol- 
lowing the change with the passage of time on the cover 
sheet 6, thereby it is possible to protect the transparent 
sutistrate 1 from being curved by bending thereof. 
[0042] Next, the more detailed embodiments of the 
present invention will be explained by referring concrete 
values thereof. 

(Embodiment 1 ) 



[0043] As the transparent substrate 1 is prepared a 
polycartjonate disc in the shape of donuts. having sizes, 
the thickness 1.2 mm, the outer diameter 120 mm 0, 
the inner diameter 15 mm 0, and it includes the spiral 
pre-groove of the width 0.8 jim, the depth 0.08 jim and 
the pitch 1.6 |im. which is formed on the one surface 
thereof in the area from 46 mm up to 117 mm in the 
diameter. 

[0044] Dissolving 0.65 g of the 1,1 dibutyl 3,3'3' 
tetramethyl 4,5,4'5' dibenzoid-dicartaocyanine-parchlo- 
rate (Nippon-Kannkousikiso Co.. Ltd.. Product No. 
NK3219) into 10 ml of the diacetone alcohol solvent, 
and it is coated onto the surface of the above transpar- 
ent substrate 1 . in the area where the above pre-groove 
is formed, with the spin coat method, thereby forming 
the pigment recording layer 2 of the thickness 130 nm 
as shown in Figs. 2 and 3. 

[0045] Next, upon the whole surface of the area from 
45 mm 0 up to 11 8 mm 0 in the diameter of the disc is 
formed the Au film lay» of thickness of 70 nm with the 
vacuum evaporation method, thereby forming the reflec- 
tion layer 3 as shown in Figs. 2 and 3. On the reflection 
layer 3, the ultraviolet curing resin is also coated with 
the spin coat method, and then it is cured by in-adiation 
of the ultraviolet ray on it. thereby forming the protection 
layer 4 of the thickness of 10 |im. 
[0046] Preparing a polypropylane film having gas per- 
meability, of thickness of 1 00 m. the acrylic adhesive of 
bridged aaylic acid copolymer is coated on a one side 
of the polypropylane film to be dried, thereby forming 
the adhesive layer of thickness of 13 ^m thereon. This 
obtained polypropylane film is punched into a shape of 
a ring of inner diameter 40 mm 0 and outer diameter 
119 mm 0. and it is attached upon the surface of the 
above polycarbonate substrate 1 at the above adhesive 
layer with a method of presang and moving a roller. 
[0047] In this instance, three kinds of the cover sheets 
6 of 100%. 200% and 300% in the stretch rate are pre- 
pared to be attached onto the surface of the transparent 
substrate 1 . and those cover sheets 6 are attached onto 
them so as to prepare a hundred (100) pieces of the 
optical discs for each. The stretch rate is adjusted wHh 
degree of polymerization of the resin from which the 
cover sheet 6 is formed. l-k3wever. the thermal contrac- 
tion rate is 1 .0% and the bonding force onto tine surface 



of the transparent substrate 1 per 25 mm width is 200 
g/25 mm width, for every one of Uiose cover sheets 6. 
[0048] Those three (3) kinds of the optical discs are 
introduced into an environment of temperature 70 °C 
5 and of humidity 85 %RH with ^ching the cover sheet 
thereon, and are disposed for 100 hours therein. There- 
after, the optical discs are taken out therefrom, the 
angle of curve is measured for each of them, in accord- 
ance with the standard for CD-R. i.e.. the Orange Book. 
10 As the result of this, the angle of cun/e for the optical 
disc on which is attached the cover sheet 6 of the 
dret<*iing rate of 100 % is 0.3 deg.. for the optical disc 
on which is attached the cover sheet 6 of the stretching 
rate of 200 % is 0.6 deg.. and for the optical disc on 
IS which is attached the cover sheet 6 of the stretching rate 
of 280 % is 0.8 deg. According to the standard for CD- 
R, i.e.. the Orange BooK the angle of cun^e for the CD- 
R is determined to be equal or less than 0.6 deg. 



20 (Embodiment 2 > 

[0049] With the optical discs produced in the same 
manner as in the embodiment 1 mentioned above, also 
three (3) kinds of the cover sheets 6, of 1 .0%, 1 5% and 
25 1.9% in the thermal contraction rate are prepared. The 
thermal contraction rate is adjusted with the degree of 
polymerization of the resin, from which the cover sheet 
6 is formed. Those cover sheets 6 are attached onto the 
optical discs, ther^y producing a hundred (100) pieces 
30 of the optical discs for each. However, the stretch rate 
for any one of the cover sheets 6 is 100%. and the bond- 
ing force for each is 200 g/25 mm onto the surface of the 
transparent substrate 1 width per the 25 mm width 
thereof. 

35 [0050] Those three (3) kinds of the optical discs are 
introduced into the environment of the temperature 70 
•C and the humidity 85 %RH wHh attaching the cover 
sheet thereon, and are disposed for 100 hours therein. 
Thereafter, the optical discs are taken out therefrom, the 
40 angle of curve is measured for each of them, in accord- 
ance with the standard for CD-R. i.e.. the Orange Book. 
As the result of this, the angle of cun/e for the optical 
disc on which is attached the cover sheet 6 of the ther- 
mal contraction rate of 1.0% is 0.4 deg.. for the optical 
45 disc on which is attached the cover sheet 6 of the ther- 
mal contraction rate of 1 .5% is 0.6 deg., and for the opti- 
cal disc on which is attached the cover sheet 6 of the 
thermal contraction of 1 .9% is 0.9 deg. 

so (Embodiment 3 > 

[0051] With the optical discs produced in the same 
manner as in the embodiment 1 mentioned above, by 
attaching the cover sheets 6 onto the surfaces of the 
55 transparent substrates thereof with tiie bonding forces 
400 gf25 mm width. 200 g^5 mm width and 100 g/25 
mm width, respectively, three (3) kinds of the optical 
discs are prepared, with a hundred (100) pieces for 
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each. However, for any one of the cover sheets 6. the 
stretch rate is 100%, and the thermal contraction rate is 
1.0%. 

[0052] Those three (3) kinds of the optical discs are 
also introduced into the environment of the temperature 
70 "C and the humidity 85 %RH with attaching the cover 
sheets thereon, and are disposed for 100 hours therein. 
Hiereafter, the optical discs are taken out therefrom, the 
angle of curve is measured for each of them, in accord- 
ance with the standard for CD-R, i.e., the Orange Book. 
As the result of this, the angle of curve for the optical 
disc on which is attached the cover sheet 6 with the 
bonding force of 400 g/25 mm width is 0.7 deg., for the 
optical disc on which is attached the cover sheet 6 with 
the bonding force of 200 g/25 mm width is 0.5 deg.. and 
for the optical disc on which is attached the cover sheet 
6 with the bonding force of 100 g/25 mm width is 0.4 
deg. 

[0053] By forming the cover sheet 6 upon the base 
film having the fine concave and convex thereon in the 
same manner as in the embodiment 1 mentioned 
above, the wrinkles of concave and convex shape as 
shown in Fig. 5 are formed on the cover sheet 5, thereby 
it is also possible to control the bonding force of the 
sheet cover 5 onto the surface of the transparent sub- 
strate 1 with the degree of the concave and convex of 
those wrinWes. 

[0054] The features disclosed in the foregoing 
description, in the claims and/or in the accompanying 
drawings may, both separately and in any conisination 
thereof, be material for realising the invention in diverse 



Claims 

1. An optical disc having a transparent substrate (1), 
being recordable with a signal by inradiating record- 
ing light at the transparent substrate side thereof, 
comprises a cover sheet (6) being provided on the 
transparent substrate (1) at a sur^ce side thereof 
for incidence of recording light and reproducing 
light, in detachat}le manner, and wherein a stretch 
rate of the cover sheet (6) is equal to or less than 
200%. 

2. An optical disc as defined in the claim 1 , wherein a 
thermal contraction rate of said cover sheet (6) is 
equal or less than 1.5%. 
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so 
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30 



35 



40 



45 



An optical disc as defined in any one of the claims 
1 to 4, wherein said cover sheet (6) is formed with 
fine wrinkles of convex and/or concave shape ther- 
eon and is attached onto a surface of said transpar- 
ent substrate (1). 



An optical disc as defined in the claim 2, wherein a 
bonding force of said cover sheet (6) onto a surface 
of said transparent sut)strate per 25 mm width is 
from 10 g/25 mm width to 300 g/25 mm width. 



so 



4. An optical disc as defined in any one of the claims 
1 to 3, wherein thickness of said cover sheet (6) is 
from 10 |xm to 1,000 fim. 
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(54) Optical disc 

(57) An optical disc having a transparent sutjstrate 
1, being recordable with a signal(s) by inadiating 
recording light at the side of the transparent substrate 1 
thereof, comprises a cover sheet 6 being attached on 
the transparent substrate 1 at a surface side for inci- 
dence of recording light and reproducing light, in 
detachable manner, wfherein the stretching rate of the 
cover ^eet 6 is selected to be equal or less ttian 200%. 
Further, the thermal contraction rate of the cover sheet 
6 is selected to be equal or less than 1.5%, and the 
bonding force thereof onto a surface of the transparent 
substrate 1 per 25 mm width to be from 10 g/25 mm 
width to 300 g/25 mm width. Thereby, the curve on the 
optical disc can be suppressed, if it is attached with the 
cover sheet 6 on the surface of the transparent sub- 
strate 1 thereof. 
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